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(54) ADHESIVE COMPOSITION 
(57)Abstract: 

PURPOSE: To obtain the title composition capable of firmly bonding a polyolefin based 
material without requiring any pretreatment by blending chloroprene rubber with isobutylene- 
isoprene copolymer rubber, phenol resin, halogenating agent and solvent at a specific ratio. 
CONSTITUTION: The aimed composition obtained by blending 100pts.wt. chloroprene rubber 
with (A) 5-100pts.wt. isobutylene-isoprene copolymer rubber, (B) 1-50pts.wt. phenol resin 
such as novolak type alkylphenol resin, resol type alkylphenol resin, terpene type phenol resin 
and rosin-modified phenol resin, (C) 0.002-20pts.wt. halogenating agent, preferably consisting 
of an alkylhypohalite, hypochlorous acid salt or a compound having -CONX- bond in a 
molecule and (D) a solvent such as n-hexane, toluene, acetone, tetrahydrofuran or ethyl 
acetate. 
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